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PROCESSES

Transferring
the

Pattern
to the
Metal
p. 36

Sawing
p. 31

Bending

Fitting

Soft
Soldering

p. 43   '

Shaping

the

Shank

Filing
p. 25

Preparing
the

Cuttle-bone
p. 54

Placing

the

Pattern

Transfer the pattern.  Use the painted method.
Place the paper pattern on the tin, the center
of the pattern on the thickest part,
Scratch the pattern in the metal.

Saw the metal, following the scratched line of
the pattern.

Bend the blank in the forming block as shown
in Fig. 74 to bring the two ends together.

Saw through the joint.

Solder the joint with soft solder (lead and tin).

Shape the shank on the ring mandrel.

Tap with a mallet, reversing several times on

the tapered mandrel to form a perfect circle.

File the inside of the shank a little smaller and
the back a little wider than the desired size.
File the outline, contours, and planes.

THE MOLD

Prepare the cuttle-bone.

Hold the cuttle-bone in the palm of the hand.
Place the tin pattern of the shank in the center
of the smooth surface of the cuttle-bone with
the back of the shank one inch from the end.